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TN THE CLAIMS 
We claim: 

J< A method of forming an oxide film including: 
\ placing a substrate in a deposition chamber; 

\ decomposing a silicon source gas and an oxidation source gas using a thermal 
enetgy source in said deposition chamber; and 

\ forming a silicon oxide film above said substrate wherein a total pressure for 
said deposition chamber is maintained in the range of 50 to 350 Torr during 
deposition process. 

2. A method as\n claim 1 wherein said silicon source gas is selected from a group 
consisting of sUane, disilane, methylsilane, and halogenated silanes. 

3. A method as in cftim 1 further including mixing said silicon source gas with said 
oxidation source gae prior to said decomposing. 

4. A method as in claim V wherein said oxidation source gas is selected from a group 
consisting of nitrous oxiflje, ozone, and tetraethoxysilane (TEOS). 



placing a substrate in ^deposition chamber; 

decomposing a silicon tource gas and an oxidation source gas using a thermal 
energy source in said deposition Vhamber; and 

forming a silicon oxide fihV above said substrate in said deposition chamber 
wherein a flow ratio for said silicon\ource gas and said oxidation source gas is in the 
range of 1:50 to 1:10000. \ 

6. A method as in claim 5 wherein said silicon source gas is selected from a group 
consisting of silane, disilane, methylsilane, Vnd halogenated silanes. 




A method of forming an oxMe film including: 
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7. A n/ethod as in claim 5 further including reacting said silicon source gas with said 
oxicraion source gas prior to said decomposing. 

8. A metttod as in claim 5 wherein said oxidation source gas is selected from a group 
consisting of nitrous oxide, ozone, and TEOS. 

j/ A method of forming an oxide film including: 

placing a substrate in a deposition chamber; 

decomposing a silicon source gas and an oxidation source gas using a thermal 
energy source in said deposition chamber; 

forming \silicon oxide film above said substrate in said deposition chamber; 

and 

annealing sW substrate using a thermal annealing process. 

10. A method as in claiiAp wherein same source gases as said silicon source gas and said 
oxidation source gas a*e used for said thermal annealing process. 

1 1. A method as in claim 9 \herein said silicon source gas is selected from a group 
consisting of silane, disilaVe, methylsilane, and halogenated silanes. 

12. A method as in claim 9 furtlW including mixing said silicon source gas with said 
oxidation source gas prior to said decomposing. 

13. A method as in claim 9 wherein\aid oxidation source gas is selected from a group 
consisting of nitrous oxide, ozone\and TEOS. 

yf£ A method of forming an oxide film mcluding: 

placing a substrate in a deposition chamber; 

decomposing a silicon source gas and an oxidation source gas using a thermal 
energy source in said deposition chamber 
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forming^asilicon oxide film above said substrate in said deposition chamber, 
whei^pin^total pressure for said deposition chamber is maintained in the range of 50 
to 3^C\Torr and wherein a ratio for said silicon source gas and said oxidation source 
gas is i\ the range of 1:50 to 1:10000 during deposition process; and 
mealing said substrate using a thermal annealing process. 

15. A method \s in claim 14 wherein same source gases as said silicon source gas and 
said oxidatiXn source gas are used for said thermal annealing process. 

16. A method as iAclaim 14 wherein said silicon source gas is selected from a group of 
consisting of silkne, disilane, methylsilane, and halogenated silanes. 

17. A method as in cla\jn 14 further including mixing said silicon source gas with said 
oxidation source ga^prior to said decomposing. 



18. A method as in claim 14 wherein said oxidation source gas is any one of nitrous 
oxide, ozone, and TEO: 

J^A method of forming a silicon oxynitride film including: 

placing a substrate ila a deposition chamber and obtaining a desired process 
temperature and a desired process pressure; 

flowing an oxidation sburce gas into said deposition chamber at a first desired 
flow rate for a first predetermined amount of time after said desired process 
temperature and said desired process pressure are obtained; 

diverting a silicon source gas away from said deposition chamber, said 
diverting having said silicon sourceVas flows at a second desired flow rate and said 
diverting occurring before forming safd silicon oxynitride film; 

stopping said diverting and flowing said silicon source gas at said second 
desired flow rate into said deposition chamber; 

decomposing said silicon source gaV and said oxidation source gas in said 
deposition chamber using a thermal energy si 



\urce; 
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( firming said silicon oxynitride film above said substrate wherein said desired 
process pfessure is between of 50 to 350 Torr, wherein said desired process 
temperatuA is between 400°C to 800°C, and wherein a flow ratio for said silicon 
source gas atod said oxidation source gas is between 1:50 to 1:10000; 

wherdin said silicon source gas is mixed with a nitridation source gas; 

terminating said silicon source gas into said deposition chamber while 
maintaining said flowing of said oxidation source gas in said deposition chamber for 
a second predetermined amount of time; and 

purging saM deposition chamber with a cleaning gas. 

20. A method as in claiA 19 wherein said silicon source gas is selected from a group 
consisting of silane, d\silane, methylsilane, and halogenated silanes. 

21. A method as in claim 1 ^further including mixing said silicon source gas with said 
oxidation source gas prio\ to said forming of said silicon oxynitride film. 

22. A method as in claim 19 wHferein said oxidation source gas is selected from a group 
consisting of nitrous oxide, oYone, and TEOS. 

23. A method as in claim 19 wherem said nitrogen source gas is selected from a group 
consisting of an ammonium souAe gas, ammonia, and hydrazine. 

An oxide film having a thickness between 10A to 3000A and a growth rate between 
20A per minute and 2000A per mindte, wherein said oxide film is formed by a 
thermal low-pressure chemical vapor\leposition in a cold wall reactor, wherein a 
silicon source gas and an oxidation soifrce gas are decomposed by a thermal energy 
source in said reactor to form said oxideYilm, wherein a flow ratio for said silicon 
source gas and said oxidation source gas iV between 1:50 to 1:10000, and wherein a 
total pressure in said reactor is between 50 \orr to 350 Torr during forming process 
of said oxide film. \ 
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A process of forming an oxide film including: 

depositing a substrate in a deposition chamber, said deposition chamber 
designed sVh that thermal low-pressure chemical vapor deposition process is utilized 
to form saidVude film on said substrate 

said deposition chamber further includes a water passage to create a cold wall 
deposition chamber, a resistively heated heater pocket to heat up said substrate 
wherein said substrate is horizontally placed on said heater pocket and a gas 
distribution point for injection reactant gases into said deposition chamber; 

flowing a sili\on source gas and an oxidation source gas into said distribution 
point wherein said distribution point is located above said resistively heated heater 
pocket; 

decomposing sai<L;ilicon source gas and said oxidation source gas using a 
thermal energy source from said deposition chamber; and 
forming said oxide mm on said substrate. 



t>. A substrate processing system mcluding: 

a substrate holder, located within a chamber, said substrate holder holds a 
substrate during substrate processing; 

a gas delivery system for introducing a reactant gas mixture into said chamber 
to deposit an silicon oxide film overpaid substrate, said reactant gas including a 
silicon source gas, a carrier gas mixed^for carrying said silicon source gas, and an 
oxidation source gas; 

a pump coupled to a gas outlet f^r controlling pressure in said chamber; 
a controller for controlling said gdfe delivery system and said pump; and 
a memory coupled to said control^ comprising a computer-readable medium 
having a computer readable program embodied therein for directing operation of said 
substrate processing system, said computer-readable program including: 

instructions for continuing said gas delivery system to 
introduce said reactant gas mixture into said chamber to deposit 
said silicon oxide film over saicNsubstrate positioned on said 
substrate holder, said instruction introducing said reactant gas 
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\ mixture such that said reactant gas mixture has a flow ratio between 
\ 1 :50 to 1 : 10000 of said silicon source gas to said oxidation source 

\ g as 

A substrate processing system including: 

a substrate holder, located within a chamber, said substrate holder holds a 
substrate during sub^rate processing, said chamber being a cold-wall chamber and 
enabling a thermal lovXpressure chemical vapor deposition process; 

a gas delivery syVem for introducing a reactant gas mixture into said chamber 
to deposit an silicon oxidkfilm over said substrate, said reactant gas including a 
silicon source gas, a carrierVas mixed for carrying said silicon source gas, and an 
oxidation source gas; \ 

a pump coupled to a ga!* outlet for controlling pressure in said chamber; 

a controller for controllirie said gas delivery system and said pump; and 

a memory coupled to said Controller comprising a computer-readable medium 
having a computer readable prograi\ embodied therein for directing operation of said 
thermal low-pressure chemical vapor deposition process, said computer-readable 

program including: \ 

instructions for Controlling said gas delivery system to 
introduce said reactant g\s mixture into said chamber to deposit 
said silicon oxide film ovdr said substrate positioned on said 
substrate holder, said instruction introducing said reactant gas 
mixture such that said reactairt gas mixture has a flow ratio 
between 1:50 to 1:10000 of saidl silicon source gas to said 
oxidation source gas. \ 
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